PRACTICE AT TONOPAH
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reducing ores of the Tonopah Mining Co. for some years, it being the original cyanide mill of the Tonopah district, constructed in 1906. The mill contains 100 stamps of 1050 Ib. each and regrinding is performed in Huntington and Chilean mills of the Monadnock type. The ore is crushed in solution, as is the practice in all mills of the Tonopah district, and is concentrated on Wilfley tables in order to recover the sulphides which are not so easily cyanided.
The sand and slime at this mill are treated separately after the older method in use before treatment as total slime became universal.    In
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this plant the slirne is treated in tanks having mechanical agitation by means of revolving arms moved by gears at the top "of the tanks. The sand is subjected to double treatment, being collected in 33X8-ft. leaching tanks and afterward removed by means of Blaisdell excavators and distributed with distributors of the same make into secondary leaching tanks of the same type and size.
It is noteworthy that although crushing is in solution and concentration is practiced in the same solution, the amount of metal dissolved during these operations is proportionally small, and it is found necessary to take advantage of every possible means of increasing the dissolution of the metal after that point.leaned when there is sufficient accumulated slime to make cleaning necessary.
